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(54) HAIR SPRAYS AND SETTING LOTIONS 

(71) We, THE GILLETTE COMPANY, a corporation organised under the laws of the 
state of Delaware, United States of America, of Prudential Tower Building, Boston, Massa- 
chusetts 02199, United States of America, do hereby declare the invention for which we pray 
that a patent may be granted to us and the method by which it is to be performed to be par- 
5 ticularly described in and by the following statement: — 5 
This invention is concerned with hair sprays and setting lotions and with a particular mode 
of use of such setting lotions. 

As is well known, hair sprays and setting lotions comprise a solution of a polymeric material 
in a solvent When hair is contacted with the solution and the solvent then evaporated, a thin 
10 coating of the polymer is formed on the individual hairs and/or at cross-over points between 10 
two or more individual hairs (the former effect predominating when setting lotions are used 
in the conventional way and the latter when hair sprays are used), which polymer coating 
constrains the hairs in a desired configuration. There are three main criteria which determine 
the suitability or otherwise of a polymeric material as a hair spray or setting lotion ingredient. 
15 Firstly, it must be soluble in suitable solvents. The usual solvent used in hair sprays is (for 15 
medical and other reasons) ethanol, although, in some countries, methylene dichloride and 
isopropanol are also used; the usual concentration of polymer in solution is about 2 to 4% 
by weight Some setting lotions are aqueous and some comprise solutions in ethanol or aqueous 
ethanol; the usual concentration of polymer in solution is 3 to 5%. 
20 Secondly, the polymer coating (on the hair) must not be water-sensitive, that is to say it must 20 
not become tacky when exposed to a humid atmosphere. In aqueous setting lotions, the 
polymers (being soluble in water) are generally more water-sensitive than polymers which are 
insoluble in water, but soluble in, say, alcohol. 
Thirdly, the polymer coating (on the hair) must exhibit good TeeT. that is it must be 
25 neither too brittle or stiff nor too soft and elastic. 25 
It has been found in the past that whilst many homopolymers exhibit good "feel", none of 
these satisfactorily combines good solubility in ethanol with good resistance to humidity. 
In an attempt to overcome this problem, random copolymers have been used but in general, 
these still have the disadvantage that either they are only poorly soluble in ethanol or they 
30 are water-sensitive. 30 
We have now found that certain water-insoluble block copolymers are particularly useful 
in hair sprays and setting lotions in that they have both good solubility in organic solvents 
such as ethanol and, at the same time, good resistance to humidity. They also possess good 
"feel". 

35 According to the present invention, we provide a hair spray or setting lotion, which com- 35 
prises a 2 to 5% by weight solution in an organic solvent which is physiologically acceptable 
for application to hair on the head, of a water-insoluble block copolymer of the A-B-A type 
in which the segment B is a polymer having a glass transition temperature below normal room 
temperature and the segments A are a polymer having a glass transition temperature of 40°C 

40 or higher, the natures and relative proportions of the segments A and B being such that the 40 
block copolymer has adequate solubility in the organic solvent to provide a solution having a 
concentration within the said range. 

Organic solvents which are physiologically acceptable for application to hair on the head 
include, as indicated above, ethanol, methylene chloride and isopropanol, though the latter 

45 two of these are not permitted for this purpose in some countries. 45 
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As is well known, hair sprays are normally sold in aerosol formulations and the present 
invention includes within its scope aerosol hair spray formulations comprising a block copoly- 
mer solution according to the invention. In the case of setting lotions, the block copolymer 
solution may, if desired, contain water in an amount insufficient to cause precipitation of the 
5 block copolymer. 5 
Polymers which have a glass transition temperature below room temperature are rubbery at 
room temperature, whilst those which have a glass transition temperature of 40 C or above 
are in a glassy state at room temperature. There are many suitable polymers for segments A 
and B, examples being polymers of: 
10 A. 10 

2-vinyl pyridine, 
4-vinyl pyridine, 
2-methyl-5-vinyl pyridine, 
and 

15 acrylamides and methacry lam ides of the formula CH^CCRjCONR'R 2 , where R is H or 15 

CH 3 , R' is H or an w-alkyl group containing 3 or more carbon atoms, and is an 
n-alkyl group containing 3 or more carbon atoms. 
B. 

butadiene, 

20 1 isoprene, 20 
isobutene, 

alkyl acrylates where the alkyl group contains from 2 to 12 carbon atoms, 
alkyl methacrylates where the alkyl group contains from 4 to 12 carbon atoms, 
vinyl «-a1kyI ethers, 

25 alkyl-substituted butadienes, and 25 

chloroprene. 

Whilst the present invention is primarily concerned with the use of block copolymers of the 
A-B-A type, the same advantageous combination of properties is also found in block copoly- 
mers containing additional B and A segments, that is, in generalised form, block copolymers 

30 of the A-B-( A-B) n -A type, where n is an integer from 1 to 5, preferably 1 or 2, and segments A 30 
and B are as defined above. Such block copolymers are more complicated to prepare than 
A-B-A block copolymers and a multi-stage process is necessary: they are, therefore, more 
expensive to produce than A-B-A block copolymers and since they do not exhibit any sig- 
nificant improvement over the corresponding A-B-A copolymers, they are less preferred than 

35 the latter. 35 
In these block copolymers, the segment B polymer will be insoluble in ethanol, whilst the 
segment A polymer will be soluble, so that when ethanol is used as the organic solvent of the 
hair spray or setting lotion, the proportion of A in the copolymer will be chosen so that the 
copolymer is soluble to the desired extent. The appropriate amount of A required to give the 

40 copolymer the desired solubility can be determined by routine trial and experiment. In the 40 
particular case where A is poly (2-vinyl pyridine) and B is polybutadiene. at least about 70 °„ 
by weight of the copolymer should be poly (2-vinyl pyridine) if the copolymer is to be soluble 
in ethanol to form a 2%-4% solution. 

It will be appreciated, however, that where other and better solvents, such as methylene 

45 dichloride or isopropanol, are used as the organic solvent in the hair spray or setting lotion, the 45 
segment B polymer itself may dissolve or nearly dissolve in the solvent and no. or very little, 
segment A polymer will be required to achieve the desired solubility. In such cases, preferred 
proportions of A and B in the copolymer will be determined by the "feel" and the water- 
sensitivity of the polymer. 

50 The "feel" of the block copolymers will vary with the relative weight proportions of the 50 
segments A and B. Thus, where there is very little A, the copolymer will be rubbery and elastic, 
and where there is very little B, it will be harder and stiffer. The most desirable "feel" lies 
between these two extremes, but it is not necessarily achieved with 50/50 proportions of A and 
B. The precise proportions of A and B required to give the optimum "feel" will vary with the 

55 nature of A and B and can be determined in any particular case by routine trial and experiment. 55 
When A is poly (2-vinyl pyridine) and B is polybutadiene, good "fee!" can be obtained with 
polybutadiene contents varying from over 80% down to 10 ° 0 . 

The water-sensitivity of the copolymers will also vary depending on the proportions of A and 
B. Again, the optimum proportions, or range of proportions, can be determined by routine 

60 trial and experiment. In the case when A is poly (2-vinyl pyridine) and B is polybutadiene. 60 
good resistance to humidity is obtained when the amount of polybutadiene is 10° Q or 
greater. 

It v. ill be appreciated from the above that when a block copolymer in which A is poly 
(2-vinyl pyridine) and B is polybutadiene is to be used in a hair spray or setting lotion, as a 
65 solution in ethanol, the optimum amount of segments A in the copolymer is from about 70°; to 65 
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about 90%. In such cases, the copolymer has the desired solubility and good feel . In addition, 
SE Sana to humid conditions is very good and is substantially better than many of the 
random copolymers currently in use in hair sprays Whilst the resistance to high humidity is very 
oZd the oolvmens can still easily be removed from hair by shampooing. This excellent 

where the copolymer is to be used in solution in, say, methylene d.chlonde, the proportion of 
segments A can vary from 20 % (or possibly less) up to over 80% for optimum properties. 

8 As wHI be well understood. theriscosity and, to some extent, the solubility of the copo y- 
mers will vary with their molecular weight. In this connection, we have found it desirable (a 
S where the polymers are to be used in aerosol hair sprays) to keep the molecular weight 10 
ofpoly (>vinyl pyridinetfpolybutadiene copolymers below about 100.000 since at higher levels 
The polymer solution has a^iscosity such that it tends to "jet" out of the aerosol dispenser rather 
han form a spray of fine droplets. It is also generally desirable to avoid high molecular weights 
baause solubility tends to decrease with increasing molecular weight. As in the cases of 
15 wlter-sensitivity, "feel" and solubility, routine trial and experiment will reveal the best 15 
molecular weight ranges in any particular case. . 

In addition to using the setting lotions according to the invention ,n conventional ways, we 
have found that when the block copolymers present therein are of a particular kind, they can be 
us^d to obtain a semi-permanent set, that is a set which rema ns until the hair is next washed 
SuTh a semi-permanent set is obtained by applying the setting lotion , to damp ha^omb.ngthe 20 
hair and setting it into the desired style, and then rapidly drying the hair at a temperature of 
W to W>C for 2 to 3 minutes. Although this temperature of 80° to 90°C is considerably higher 
than is conventionally used in home or professional hair waving it has been found that such 
temperatures can be tolerated for the short drying periods required. 

Theset obtained in this way is substantially unaffected by conditions of high humidity because 25 
of the good humidity resistance of the block copolymers according to the invention, but since it 
°s dependent on the polymer coating on the individual hairs and on hair cross-oyer points and 
he Ser is removed by conventional shampooing, it is destroyed by washing the hair. After 
the hair has been washed, a further semi-permanent set may, of course, be applied in the 

30 m moTdertoobtain this effect, it is necessary that the segments Aofthe copolymer should be of a 
polymer that has a glass transition temperature of from 50 to 90°C, the segment B being as 
QefinXbove.Thesp^ificsegmentApolymers mentioned above, that^ 
poly (4-vinyl pyridine), etc., all have glass transition temperatures above 90°C, but we have 

35 found that these polymers are effectively plasticised by the perfuming agents conventionally 35 
incorporated in seUing lotions to the extent that their glass transition temperatures are reduced 
to 90°C or less and lie in the range 40° to 90°C. The amount of such perfuming agents required to 
effect this reduction in the glass transition temperature is, in general, the amount in which they 
a« Tnorma ? y p re S e n in setting lotions, that is from about 0.1 to 0.3 % by we.ght of the settmg 

40 foTion which is less than 10% by weight of the normal polymer content of setting lotions 40 
Plasticisers which reduce the glass transition temperature of such polymers to within the range 
40° to 90°C and which are not perfuming agents can, of course, also be used, but since toiletries 
such as setting lotions almost invariably contain perfuming agents, it is convenient not to use an 
added non-perfuming plasticiser and to use only one or more perfuming agents which have a ^ 

45 P'^j^l^k copolymers with which this invention is concerned can be made at least on a 
laboratory scale in several ways, we believe that the best method currently available (and which 
c^ffiptrated on a commercial scale) is the s«vcalled "living polymer" method This ,s a 
well-knowntechnique for preparing block copolymers and no detailed description will, 

50 The efore be given^ssentially. the method comprises first forming the middle segment B by 50 
polymerising the appropriate monomer, and then forming simultaneously on to the two ends of 
segment B. the segments A by polymerising the appropriate monomer in the presence of he 
already formed segment B. The polymerisation is initiated in the presence of a solvated 
electron solution, such as is formed by mixing sodium and naphthalene in tetrahydrofuran orby 

55 lithium butyl. To make copolymers containing additional B and A segments, the procedure is 55 
repeated, first to form one or two additional B segments and then to form one or two additional 
A segments, and further repeated as required. lt ., 

A? is well known, block copolymers prepared by the "living polymer method have a very 
narrow molecular weight distribution and this is an advantage in preparing the copolymers with 

60 wHUIsoT appreciated that not all monomers can be polymerised by this method For 

example, monomeri containing a carboxyl group cannot be polymerised by the living 
oolvmer" method and, in such cases, another procedure must be used 
The block copolymers used according to the invention can be characterised by any of the 

65 parameter normally applied to polymers The fact that they are block copolymers is normally 65 
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established by the method of preparation used, the method not being capable of giving rise to a 
random copolymer or a graft copolymer: this is, in particular, the case when the "living 
p lymer" method is used. 
The relative proporti ns f A and B segments in the block copolymer can be determined by a 
5 number f methods. Thus when one of the segments contains an atom, such as nitrogen or 5 
chloride, which is not present in the other, the block copolymer can be analysed to determine 
the percentage of such atom present and by computation from the percentage of such atom in a 
homopolymer of that segment, the proportion of that segment in the block copolymer can be 
determined In addition to elemental analysis, the absorbance of a solution of the block 
10 copolymer in a suitable solvent at a particular wavelength in the ultra-weight region character- 10 
istic of an atom present in one segment, but not in the other, may be used. 

For example, in the case of block copolymers in which the A segments are derived from 
2-vinyl pyridine, 4-vinyl pyridine or an acrylamide or methacrylamide of the formula CH 2 = 
C(R)CONR»R 2 and the B segment is derived from butadiene or any of the other specific B 
15 monomers referred to above, nitrogen estimation may be carried out by the Dumas method 15 
or the U.V. absorbance of a solution of the block copolymer at 263 mp may be measured. 

A further method of determining the relative proportions of the A and B segments in the 
block copolymers is by infra-red analysis, the size of a first peak in the I.R. spectrum charac- 
teristic of the A monomer being compared with the size of a second peak characteristic of 
20 the B monomer. By such comparison, a quantitative determination of the relative proportions 20 
of the two segments can be made. By way of example, for the block copolymer in which 
the A segments are derived from 2-vinyl pyridine and B segment from butadiene, the peaks 
at 9.55// and 6.1/z, respectively, are measured. 
When the block copolymer is produced by the "living polymer 1 method care is taken to 
25 polymerise all of the B segment monomer introduced before introducing any of the A segment 25 
monomer and then to ensure that all of the A segment monomer introduced is polymerised, 
it is found that the relative proportions of A and B segments in the final copolymer are 
substantially identical with the relative proportions of the monomers used. 
In order that the invention may be more fully understood, the following examples are 
30 given by way of illustration only: — 30 

EXAMPLES 1-6 

Six block copolymers of the A-B-A type were made by the "living polymer" method, 
in which A was poly (2-vinyl pyridine) and B was polybutadiene, the copolymers differing 
in the relative proportions of A segments and B segment they contained. 
35 The procedure used for making the first of the copolymers was as follows: 35 
All solvents and reactants used were vigorously dried and the reaction was carried out in 
vacuum or under absolutely dry argon that was free of oxygen. 

51.2 mis of the initiator solution, a 0.166 molar solution of sodium naphthalene in tetra- 
hydrofuran, were introduced into a reaction vessel under vacuum. The vessel was cooled 
40 to — 110°C and 38.8 grams of 1,3-butadiene were distilled in. The mixture was allowed to 40 
warm up to 0°C as dry argon was introduced into the vessel. A solution of "living** poly- 
butadiene in tetrahydrofuran was obtained which had a bright orange colour. When the 
butadiene polymerisation was complete, the vessel was once again cooled down to — 1G0 C C 
and 161.2 grams of 2-vinyl pyridine were introduced while the mixture was stirred at high 
45 speed. The colour of the solution changed from the orange of the butadiene to the cherry red 45 
colour of poly (2-vinyl pyridine). The solution was allowed to warm up to room temperature 
and then allowed to stand for one hour. The "living" polymer was then terminated by the 
addition of methanol to the mixture and a colourless copolymer solution was obtained. 
The copolymer was isolated by precipitation with ether. 
50 Alternatively, the copolymer could be isolated by spray drying the final reaction mixture. 50 
The intrinsic viscosity of the copolymer was determined in solution in methanol at 30 ? C 
and was found to be 0.33. 

The relative proportions of A and B segments in the copolymer were determined by nitrogen 
analysis and from the infra-red spectrum at 6.1// (for butadiene) and 9.55// (for vinyl pyridine) 
55 as described above, and were found to be the same as the relative proportions of the monomers 55 
used, that is 80.6% of A segments and 19.4% of B segment 

Five other block copolymers having the same A and B segments, but in different proportions, 
were made in the same way by appropriate adjustment of the amounts of the two monomers 
used. The relative proportions of A and B segments in these block copolymers and the 
60 intrinsic viscosities of two of the polymers are given in Table I below (these intrinsic viscosities 60 
were measured in toluene). 

All six copolymers were soluble in methylene chloride, but only copolymers 1 and 2 were 
soluble (to form a 3% solution) in ethanol. 
The set holding properties of the polymers were determined by a roller frame method. 
65 This consisted of testing 1 gram tresses of hair curled in an undulating wave pattern on 1.8 cm 65 
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diameter rollers Each end of the tress was glued to a small card weighing 0 5 gram the cards 
i^tl s^flntrtThe tresses were thoroughly wetted under running water, lightly combed 
SLtlntTrXrrame SowSKomfJ equilibrium at 30% relative humidity (R.H.) 

° V Tte?oporymers to be tested were dissolved in methylene chloride to form 3% solutions 5 
AStht P Si?ht equilibration, the tress on the roller frame was «|Pfd «nto °ne « the 
W soStiontexless solution was shaken ofT, and the tress was allowed to dry for one hour 
f Any R H and 25°C- the amount of polymer deposited on the hair (the add-on) was 
I S*nn«iJ£n «f hair The trKS was then removed from the roller frame and the distance 

^ hung vertically ; at this stage. *e ^ 10 
waTako examined for "feel". The tress was then placed m a cabinet at 90/ R.R _and 2*C 
for 2 hours, after which time the tress was removed, hung vertically, and the distance between 

^TSSg^SfoTloO % relaxation of the set was 14.5 cms: the hanging length for zero 
15 relation waf 11 0 cms (this figure being a function of the size of the roller frame): 15 
lJ final length - 11. U 

% relaxation = - x l0 °- 

14.5-11.0 

V retention = 100 - % relaxation. mm ^ _ _ 

,0 (It will be appreciated from this description, that the higher the "% retention figure, 20 

In addition to lesung uicj>ia u uv. y J currentlv used in commercially available 

Kgl^Tand 0 ^ 
25 and the test results obtained, are shown in Table I. 



25 



TABLE I 



Intrinsic % 30 

30 Ex./Polymer A segments B segment viscosity retention 

1 80.6% 19.4% 0.33 88 

2 70.5 % 29.5% 
35 J 60%. ^ 94 

I 25% 75% - g 

X — _ 63-74 40 

40 Y — . . 



89 

91 35 
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The tresses set with solutions of copolymers 1 to 6 all had good "feel". As can be seen 
from tteSSe Tall \of the copolymers 1 to 6 had substantially better res.stance to humidity 

45 ^mScvTscosity figures given in the table indicate that all of copolymers 1 to 6 had a 
molecular weight of about 100,000. 

EXAMPLES 7 and 8 

m °S"S S Spolym»swe re te S wla S h«irsP'»yP'>ly™=» For this P>n>o«ttnr »*re «»din 55 

SSS=5sss£tffia=sasr:s»£ w 

^addition 5o testing the two block copolymers, two commercially available hair sprays X 
and Y were also tested in the same way. t\,wi«it a* 

dLTls of the block copolymers and the results of testing are shown in Table II. 65 
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TABLE II 



Ex./Polymer 


A segments 


B segment 


0/ 

/o 

retention 


7. 
8. 
X 
Y 


80.0% 
90.0% 


20% 
10% 


71 
79 
25 
50 
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Block copolymers 7 and 8 gave an excellent "feel". It will be seen from the table that these two 
polymers had better humidity resistance than the polymers of the commercially available hair 
sprays. 

EXAMPLE 9 

1 5 A block copolymer of the A-B-A type comprising 50 % A segments of poly (4-vinyl pyridine) 15 
and 50 % B segment of poly (2-ethylhexyl methacrylate) was prepared as described for Examples 
1 to 6, but using 100 grams of 2-ethylhexyl methacrylate in place of the 1,3-butadiene and 100 
grams of 4-vinyl pyridine in place of the 2-vinyl pyridine. 
The relative proportions of A and B segments were determined as described for Examples 1 to 
20 6. . . 20 

The set retention of this copolymer when used as a setting lotion and tested as described in 
Examples 1 to 6, was 83 %. 

EXAMPLE 10 

A block copolymer of the A-B-A type comprising 50 % A segments of poly (4-vinyl pyridine) 
25 and 50 % B segment of poly (/i-butyl methacrylate) was prepared as described for Examples 1 to 25 
6, but using 100 grams of n-butyl methacrylate in place of the 1,3-butadiene and 100 grams of 
4-vinyl pyridine in place of the 2-vinyl pyridine. 

The relative proportions of A and B segments were determined as described in Examples 1 to 

6. 

30 The set retention of this copolymer when used as a setting lotion and tested as described in 30 
Examples 1 to 6, was 81%. 
WHAT WE CLAIM IS:— 

L A hair spray or setting lotion, which comprises a 2 to 5% by weight solution in an 
organic solvent which is physiologically acceptable for application to hair on the head, of a 

35 water-insoluble block copolymer of the A-B-A type in which the segment B is a polymer having 35 
a glass transition temperature below normal room temperature and the segments A are a 
polymer having a glass transition temperature of 40°C or higher, the natures and relative 
proportions of the segments A and B being such that the block copolymer has adequate 
solubility in the organic solvent to provide a solution having a concentration within the said 

40 range. „ 40 

2. A hair spray or setting lotion according to claim 1, in which the segments A are a 
polymer of 2-vinyl pyridine, 4-vinyl pyridine, 2-methyl-5-vinyl pyridine, or an acrylamide or 
methacrylamide of the formula CH 2 =C(R)CONRiR2, where R is H or CH 3 , R 1 is H or an 
«-alkyl group containing 3 or more carbon atoms, and R* is an H-alkyl group containing 3 or 

45 more carbon atoms. . ^ . 45 

3. A hair spray or setting lotion according to claim 1 or 2, in which the segment B is a 
polymer of butadiene, isoprene, isobutene, an alkyl acrylate where the alkyl group contains 
from 2 to 12 carbon atoms, an alkyl methacrylate where the alkyl group contains from 4 to 12 
carbon atoms, a vinyl w-alkyl ether, an alkyl-substituted butadiene, or chloroprene. 

50 4. A hair spray or setting solution according to any of claims 1 to 3, in which the organic 50 
solvent is ethanol, methylene chloride, or isopropanol. 

5. A hair spray or setting lotion according to any of claims 1 to 4, in which the segments A 
are poly (2-vinyl pyridine) and the segment B is polybutadiene. 

6. A hair spray or setting lotion according to claim 5, in which the block copolymer has a 

55 molecular weight of less than 100,000. . . 55 

7. A hair spray or setting lotion according to claim 5 or 6, in which the organic solvent is 
ethanol and the block copolymer contains from 70 to 90% by weight of segments A and, 
complementally, from 30 to 10 % by weight of segment B. 

8. A hair spray or setting lotion according to claim 5 or 6, in which the organic solvent is 

60 methylene chloride and the block copolymer contains from 20 to 80 % by weight of segments A 60 
and, complementally, from 80 to 20 % by weight of segment B. 

9. An aerosol hair spray, which comprises a block copolymer solution according to any of 
claims 1 to 8 as part of an aerosol formulation. 

10. A setting lotion according to any of claims 1 to 8, which additionally comprises water in 

65 an amount insufficient to cause precipitation of the block copolymer. 65 
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11. A hair spray or setting lotion, which comprises a 2 to 5% by weight solution in an 
organic solvent which is physiologically acceptable for application to hair on the head, of 
a water-insoluble block copolymer of the A-B-(A-B) 0 -A type, where n is an integer from 
1 to 5 and segments A and B are as defined in claim 1, the natures and relative proportions 

5 of the segments A and B being such that the block c polymer has adequate solubility in the 5 
organic solvent to provide a solution having a concentration within the said range. 

12. A hair spray or setting lotion according to claim 11, in which n is 1 or 2. 

13. A hair spray or setting lotion according to claim 11 or 12, in which the segments 

A are as specified in claim 2. 1A 

10 14. A hair spray or setting lotion according to any of claims 11 to 13, in which the segments iu 
B are as specified in claim 3. 

15. A hair spray or setting lotion according to any of claims 11 to 14, in which the segments 
A are poly (2-vinyl pyridine) and the segments B are polybutadiene. 

16 A method of imparting a semi-permanent set to hair, which comprises applying 
15 to damp hair, a setting lotion which comprises a 2 to 5% by weight solution in an organic 15 
solvent which is physiologically acceptable for application to hair on the head, of a water- 
insoluble block copolymer of the A-B^A-B^-A type, where n is 0 or an integer from 1 to 5, 
each B segment is a polymer having a glass transition temperature below normal room 
temperature and each A segment is a polymer having a glass transition temperature of from 
20 50° to 90°C, the natures and relative proportions of the segments A and B being such that the 20 
block copolymer has adequate solubility in the organic solvent to provide a solution having 
a concentration within the said range, combing the hair and setting it into the desired style, 
and then rapidly drying the hair at a temperature of 80° to 90°C for 2 to 3 minutes. 

17. A method of imparting a semi-permanent set to hair, which comprises applying 

25 to damp hair, a setting lotion which comprises a 2 to 5% by weight solution in an organic 25 
solvent which is physiologically acceptable for application to hair on the head, of a water- 
insoluble block copolymer of the A-B-A type, in which the segment B is a polymer having 
a glass transition temperature below normal room temperature and the segments A are of a 
polymer having a glass transition temperature above 90°C, the natures and relative proportions 

30 of the segments A and B being such that the block copolymer has adequate solubility in the 30 
organic solvent to provide a solution having a concentration within the said range, the setting 
lotion also containing a quantity of a piasticiser for the A segments which is ^sufficient to 
reduce the glass transition temperature thereof to a value in the range 50° to 90°C, combing 
the hair and setting it into the desired style ; and then rapidly drying the hair at a temperature 

35 of 80° to 90°C for 2 to 3 minutes. m m 35 

18. A method according to claim 17 in which the A segments are as specified in claim 2. 

19. A method according to claim 17 or 18, in which the B segment is as specified in claim 3. 

20. A method according to any of claims 17 to 19, in which the piasticiser is a perfuming 

40 ^21! A method according to claim 20, in which the setting lotion contains from 0.1 to 40 
0.3 % of piasticiser, based on the weight of the setting lotion. 

22. A setting lotion comprising any one of Polymers 1 to 6 substantially as herein described 
in any of Examples 1 to 6. r- 

23. A hair spray comprising Polymer 7 or 8 substantially as herein described in Example 

45 7 or 8. 

24. A setting lotion comprising a polymer substantially as herein described in either 
Example 9 or 10. 

A. A. THORNTON & CO. 
Chartered Patent Agents, 
Northumberland House, 
303/306 High Holborn, 
London W.C.I. 
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